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REACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
 Tannin and antimony
 salt
	Shade.
 Dark bluifeih. Bordeaux-red
	Solubility of the Lake in
				
				Hot Water,
 Fair
	Alcohol
 Groat (bluish ruby-red)
	Ac.etic Acid.
 Groat (bluiah nil iy- red)
	Turpentine,
 Insol.
	Varnish. Insol.

Magenta AB powder (Bad,)
	Barytes
							

	China-clay
	None
	Bluish Bordeaux-red
	In sol.
	Fair (car-moifliu-red)
	Fair (ruby-rud)
	...
	...


	Green-earth
	None
	Bluish Bordeaux-red
	Insol.
	$onu\-what (very bluinn carmine)
	Bomowhat (very bhuHh cariuhxe)
	...
	...

Magenta in powdei', dark (Bad.)
	Barytea
	Tannin and antimony
 salt
	Bluish Bordeaux-red
	Homo-wlmt
	Clrtsat (hhuHh ruby-
I'Utl)
	(h'lsak (bluish ruby-rud)
	lllNol,
	IllBOl,


	China-clay
	None
	Bluinh Bordeaux-red
	Insol,
	Fair (rulw-red)
	Fair (ruby-red)
	...
	...


	Green-earth
	None
	Bluish Bordeaux-red
	Inuol,
	Bome-what (very red" violet)
	Hornewhat (very red-violet)
	...
	...


